DECORATIVE PROCESSES

135

The following metal sheet and enamel are required:

Silver or gold 18-gauge
Copper 16- to 18-gauge
Transparent, translucent, or opaque enamel
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Prepare the metal for enameling.

Carve the scratched outline of the design with
an onglette graver.

Carve the design in the metal with a blunt
graver about y30 to %0 inch below the-surface.
A small edge of metal the original thickness
should be left around the design. Roughened
surfaces act as keys to hold the enamel. Care
must be exercised in cutting the metal as flaws
will be magnified if transparent or translucent
enamel is used.

Prepare the enamel.

Charge the sunken surfaces with enamel.
Prepare for firing.

Heat the enamel until it fuses.